Mov 18 2005 12:08RM Home 



202-526-6426 



p,7 



Docket No. 740819-000715 
Application No» 10/018»369 

Page 4 

AMENDMENTS TO THE CLAIMS ; 

The following listing of the claims replaces all prior versions, and listings, of the 
claims in the application: 

Claims 1-7 (Canceled) 

8. (Currently Amended) A method for manufacturing an optical fiber 
preform using a rod-in-tube method, comprising the steps of; 

a) inserting a glass rod into a glass pipe and setting a pressure reduction 
level in the glass pipe, 

b) heating the glass pipe and ^e glass rod in a longitudinal direction, and 

c) causing the glass pipe to collapse in the longitudinal direction due to 
the heating, and elongating the unified glass pipe and glass rod in the longitudinal direction 
until the outer diameter of the glass pipe becomes a predetermined diameter, 

wherein each of the glass pipe and the glass rod of o oonfigured to move at 
f aa ding np aa dfl that diff e r from ono flnothcn r has a constant feed rate, and the feed rate of the 
alflfiB pipe is set faster than that of the glass rod . 

in step c), a position at which the glass rod is elongated is longitudinally 
upstream from a position at which the glass pipe is caused to collapsed on the glass rod, and 

in step c), the pressure reduction level, heating temperature and tension are set 

so that 

0.1 ^ LV(LHL2) ^ 0.5, 

where LI is length fix>m the position at which the glass rod is elongated to the 
position at which the glass pipe is caused to collapse on the glass rod, and JJZ is the length 
fiom the position at which the glass pipe is caused to collapse on the glass rod to a position at 
which the outer diameter of the glass pipe becomes a predetermined diameten 

Claim 9 (Canceled) 

10* (Previously Presented) The method for manufacturing an optical fiber 
preform according to claim 8, wherein step c) is performed so that 
1 < (dO/DO)/(dl/Dl) S 2 
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where DO is the outer diameter of the glass pipe, dO is the inner diameter of 
the glass pipe, Dl is the outer diameter of the glass pipe at the position at which the glass pipe 
is caused to collapse on the glass rod, and dl is the inner diameter of the glass pipe at the 
po&ition at which the glass pipe is caused to collapse on the glass rod. 

Claims 11-14 (Canceled) 
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